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Items 11. to 16. below concern other document(s) or information included: 

An Information Disclosure Statement under 37 CFR 1 .97 and 1.98. 



11. 
12. 
13. 

14. 
15. 
16. 



C3 
□ 

□ 
□ 
□ 
□ 



An assignment document for recording. A separate cover sheet in compliance with 37 CFR 3.28 and 3.31 is included. 

A FIRST prelimmary amendment. 

A SECOND or SUBSEQUENT preliminary amendment. 

A substitute specification. 

A change of power of attorney and/or address letter. 
Other items or information: 



(10/97) 



U.S. APPLICATION NO. (If known, see 37 C.F.R. 1 .50] 



INTERNATIONAL APPLICATION NO. 

PCT/FR97/01055 



ATTORNEY'S DOCKET NUMBER 

022701-803 



17. □ The following fees are submitted; 



CALCULATIONS 



PTO USE ONLY 



Basic National Fee (37 CFR 1 .492{al(l)-(5)): 

Search Report has been prepared by the EPO or JPO $840.00 

International preliminary examination fee paid to USPTO (37 CFR 1 .482) ^^-.^ 

$670.00 

No international preliminary examination fee paid to USPTO (37 CFR 1 .482) 

but international search fee paid to USPTO (37 CFR 1 .445(a)(2)) $760.00 

Neither international preliminary examination fee (37 CFR 1 .482) nor 

international search fee (37 CFR 1 .445(a)(2)) paid to USPTO S970.00 

International preliminary examination fee paid to USPTO (37 CFR 1 .482) 

and all claims satisfied provisions of PCT Article 33(2}-(4) $96.00 

ENTER APPROPRIATE BASIC FEE AMOUNT = 



840.00 



Surcharge of $130.00 for furnishing the oath or declaration later than 
months from the earliest claimed priority date (37 CFR 1.492(e)). 



□ 20 □ 



30 



Claims 



Number Filed 



Number Extra 



Rate 



Total Claims 



21 -20 



X$ 18.00 



18.00 



Claims 



ndjgpendent 
MlUple dependent claim(s) (if applicable) 



2-3 = 



X$78.00 



+ $260.00 



TOTAL OF ABOVE CALCULATIONS = 



858.00 



Ruction for 1/2 for filing by small entity, if applicable. Verified Small Entity statement must also be 
filel. (Note 37 CFR 1.9, 1.27, 1.28). 



SUBTOTAL = 



858.00 



PrISessing fee of $130.00for furnishing the English translation later than 
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lY A ME NDM E NT 



BOX PCT 

Assistant Commissioner for Patents 
Washington, D.C. 20231 



Sir: 



Prior to examination, please amend the above-captioned application as follows: 



I N T HE CL AIM S: 

Kindly amend the claims as follows: 

1. (Amended) Process for the preparation of a nonturbid functionalized 
silicone oil of stable viscosity by hydrosilylation of a polyorganohydrosiloxane with 
synthons [, characterized in that] wherein: 
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(1) the synthons hydrosilylated with the polyorganohydrosiloxane are different or 
identical, comprising at least one hydrocarbon-comprising ring in which is included at least 
one oxygen atom, 

(2) [the] said hydrosilylation reaction is carried out in the presence of a heterogeneous 
catalytic composition comprising a metal [chosen from the group consisting of] comprising 
cobalt, rhodium, ruthenium, platinum [and] or nickel deposited on an inert support, [the] 
said inert support [being selected from the group consisting of] comprising carbon black, 
charcoal, alumina, silicate [and] or barium oxide, and 

(3) the polyorganohydrosiloxane is linear or cyclic and has the mean formulae: 



-Si — X 



R2 

r 






-Si — 0- 
1 




-Si — 0- 
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R2 




H 




a 





R2 



-■b 



(XVI) 



and/or 





R2 

r 










Si o- 




-Si — 0- 
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(XVII) 



in which: 

■ the symbols R2 are identical or different and correspond to a monovalent 

hydrocarbon-comprising radical chosen from the phanyl radical and linear or 



Application No. Unassigned 
Attorney's Docket No. 022701 -803 

branched alkyl radicals having from 1 to 6 carbon atoms[, preferably 1 to 3 carbon 
atoms]; 

■ the symbols x are identical or different and correspond to a monovalent radical 
chosen from Rj, a hydrogen atom, a methoxy radical and an ethoxy radical; 

■ a and b are integers or fractions, such that: 

- 0 < a < 200[, preferably 0 < a < 99], 

- 0 < b < 200[, preferably 1 < b < 100], 

- and at least one of the two X groups corresponds to the hydrogen radical if b = 0, 

- 5 < a + b < 200[, preferably 

10 < a + b < 100]; 

■ c and d are integers or fractions, such that: 

- 0 < c < 5, [preferably 0 < c < 3,] 

- 1 < d < 10, [preferably 1 < d < 5,] 

- 3 < a. + b < 10, [preferably 
3 < a + b < 5]. 

Claim 2, line 2: change "characterized in that" to —wherein—; 
line 3: change "colourless" to —colorless—. 
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3, (Amended) Process according to claim 1[ or 2], [characterized in that] 
wherein the synthons comprise at least one hydrocarbon-comprising ring in which is 
included an oxygen atom, the synthons having the formula: 

■ (1) 



CH 
/ \ 
W W 

\ / 



A 



w w 



O— and/or (II) 



O 



(I) 



in which: 

■ the symbols W are identical or different and correspond to a divalent hydrocarbon- 
comprising radical [chosen from] comprising linear or branched alkylene radicals 
having from 1 to 12 carbon atoms, it being possible for one of the symbols W to be 
a free valency; 

■ the symbol Y corresponds to a free valency or a divalent radical [chosen from] 
comprising linear or branched alkylene radicals having from 1 to 12 carbon atoms 
which can comprise a heteroatom[, preferably an oxygen atom]; 

■ the symbol corresponds to a hydrogen atom or monovalent hydrocarbon- 
comprising radical [chosen from] comprising linear or branched alkyl radicals 
having from 1 to 12 carbon atoms[ and preferably a hydrogen atom or a methyl 
radical] ; 



-4- 



Application No. Unassigned 
Attorney's Docket No. 022701-803 



■ (2) 




which: 

the symbols W are identical or different and correspond to a divalent hydrocarbon- 
comprising radical [chosen from] comprising linear or branched alkylene radicals 
having from 1 to 12 carbon atoms, it being possible for one of the symbols W to be 
a free valency; 

the symbol Y corresponds to a free valency or a divalent radical [chosen from] 
comprising linear or branched alkylene radicals having from 1 to 12 carbon atoms 
which can comprise a heteroatom[, preferably an oxygen atom]; 
the symbol Rj corresponds to a hydrogen atom or monovalent hydrocarbon- 
comprising radical [chosen from] comprising linear or branched alkyl radicals 
having from 1 to 12 carbon atoms [and preferably a hydrogen atom or a methyl 
radical]; 
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(3) 



Rl i 



CH 

Y / \ 

1 W W 

XKT HC CH 

WW / \ 

\ / W' W' 

(V) ^o^ 

and/or (VI) 



in which: 

■ the symbols W are identical or different and correspond to a divalent hydrocarbon- 

Q 

fy comprising radical [chosen from] comprising linear or branched alkylene radicals 

® having from I to 12 carbon atoms which can comprise at least one hydroxyl 

^fl functional group, it being possible for one of the symbols W to be a free valency for 

(V) and it being possible for both symbols W simultaneously to be a free valency for 

(VI) ; 

■ the symbols W' are identical or different and correspond to a divalent hydrocarbon- 
comprising radical [chosen from] comprising linear or branched alkylene radicals 
having from 1 to 12 carbon atoms, it being possible for at least one of the symbols 
W' to be a free valency; 

■ the symbol Y corresponds to a free valency or a divalent radical chosen from linear 
or branched alkylene radicals having from 1 to 12 carbon atoms which can comprise 
a heteroatom[, preferably an oxygen atom]; 

-6- 
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the symbol corresponds to a hydrogen atom or monovalent hydrocarbon- 
comprising radical [chosen from] comprising linear or branched alkyl radicals 
having from 1 to 12 carbon atoms [and preferably a hydrogen atom or d methyl 
radical]; and 
■ (4) 




which: 

the symbols W are identical or different and correspond to a free valency or a 
divalent hydrocarbon-comprising radical [chosen from] comprising linear or 
branched alkylene radicals having from 1 to 2 carbon atoms; 
the symbol Z corresponds to a divalent radical [chosen from] comprising a carbon 
atom or a heteroatom. 

Claim 4, line 2: change "characterized in that" to —wherein--; 
line 3: after "in" delete "the". 

Claim 5, lines 1-2: change "either one of claims 3 and 4" to —claim 3—; 
line 2: change "characterized in that" to —wherein--. 
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Claim 6, lines 1-2: change "any one of claims 3, 4 and 5" to -claim 3--; 
line 2: change "characterized in that" to -wherein-. 

Clahn 7, lines 1-2: change "any one of claims 3 to 6" to -claim 3-; 
line 2: change "characterized in that" to -wherein-. 

Claim 8, lines 1-2: change "any one of clauns 1 to 7" to -claim 1-; 
line 2: change "characterized in that" to -wherein-; 
lines 3-4: delete ", preferably between 0.1 and 10". 

Clahn 9, luies 1-2: change "either one of claims 1 and 2" to -claim 1~; 
line 2: change "characterized in that" to —wherein—. 

Claim 10, lines 1-2: change "either one of claims 1 and 2" to —claim 1— ; 
line 2: change "characterized in that" to —wherein—. 

Claun 11, lines 1-2: change "either one of claims 1 and 2" to -claim 1— ; 
line 2: change "characterized in that" to -wherein—. 



Claim 12, lines 1-2: change "any one of the preceding claims" to —claim 1~; 
line 2: change "characterized in that" to —wherein—. 



Application No. Unassigned 
Attorney's Docket No. 022701-803 



Claim 13, lines 2-3: change "in which is included" to —having-; 

line 4: change "any one of claims 1 to 12" to —claim 1-, 

Claim 14, line 3: change "any one of claims 1 to 12" to -claim 1-. 

Claim 15, line 3: change "any one of claims 1 to 12" to -claim 1-. 

16. (Amended) [Use of the silicone oils according to any one of claims 13, 14 
and 15 in the] A process for the preparation of antiadhesion products for paper, glass, 
plastic and/or metal comprising using the silicone oil according to claim 13 . 

17. (Amended) [Use of the silicone oils according to any one of claims 13, 14 
and 15 in the] A process of the preparation of varnishes, inks and/or coatings comprising 
using the silicone oil according to claim 13 . 

18. (Amended) Process according to [any one of claims 1 to 12] claim 1 . 
[characterized in that it comprises] comprising the following stages: 

(a) introducing an amount of 5 to 5000 ppm[, preferably of 10 to 100 ppm,] of 
heterogeneous catalytic composition with respect to the total mass of the reactants 
[is introduced] under an inert gas into the reaction mixture; 

(b) introducing the synthon [is introduced] mto the reaction mixture; 
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(c) [the] heating said mixture [is heated] to a temperature of between 25 °C and 200 °C 
[and preferably between 50^C and 160°C]; 

(d) subsequently introducing the polyorganohydrosiloxane [is subsequently introduced] 
over a period of time of between 0 and 24 hours, [preferably between 2.5 and 5 
hours,] the synthon/polyorganohydrosiloxane molar ratio being between 1 and 1.10; 

(e) filtering the reaction mass [is subsequently filtered] in order to separate the 
heterogeneous catalytic composition and the functionalized silicone oil; and 

(f) finally devolatilizing the functionalized silicone oil [is finally devolatilized] . 

Claim 19, line 2: change "characterized in that" to --wherein--. 

20. (Amended) [Use of a supported heterogeneous catalytic composition in] A 
process for the preparation of functionalized silicone oils which are stable and nonturbid, 
[characterized in that the] comprising using a heterogeneous catalytic composition 
[comprises] a metal [chosen from the group consisting of] comprising cobalt, rhodium, 
ruthenium, platinum [and] or nickel deposited on an inert support, [the] said inert support 
[being selected from the group consisting of] comprising carbon black, charcoal, alumina, 
silicate [and] or barium oxide[ and preferably carbon black] . 

21. (Amended) [Use] The process according to claim 20 [in the preparation of 
functionalized silicone oils which are stable, non-coloured and nonturbid], [characterized in 
that] wherein the inert support of the heterogeneous catalytic composition is carbon black. 



- 10- 
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REMARKS 

Entry of the foregoing amendment(s) is respectfully requested. 

The claims have been amended to eliminate multiple dependency and to place them 
in better condition for U.S. patent practice. 

Should the Exammer have any questions concerning the subject application, a 
telephone call to the undersigned would be appreciated. 

Respectfully submitted. 




Teresa Stanek Rea 
Registration No. 30,427 



P.O. Box 1404 

Alexandria, Virginia 22313-1404 
(703) 836-6620 

Date: December 10, 1998 
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PROCESS FOR THE PREPARATION OF SILICONE OILS BY 
HYDROSILYIATION WITH POLYORGANOHYDROSILOXANES AND UNITS 
COMPRISING AT LEAST ONE HYDROCARBON-COMPRISING RING IN 
iraiCH IS INCLUDED AN OXYGEN ATOM IN THE PRESENCE OF A 
HETEROGENEOUS CATALYTIC COMPOSITION 



The subject-matter of the invention is a 
process for the preparation of silicone oils which are 
weakly coloured and low in turbidity by hydrosilylation 
of polyorganohydrosiloxanes with different or identical 
synthons comprising at least one hydrocarbon-comprising 
ring in which is included an oxygen atom, the said 
reaction being carried out in the presence of a 
heterogeneous catalytic composition conprising a metal 
chosen from the group consisting of cobalt , rhodium, 
ruthenium, platinum and nickel deposited on an inert 
support . 



PROCESS FOR THE PREPARATION OF SXIiXCONE OXIiS BY 
EY9R0SILYLATI0N WITH P0LYQR<»NOHYDROSILO3CAN£S AKD tTNlTS 
COMPRISING AT LEAST QMS HYDROCARBON-COMFRISZNa RING IN 
WHICH IS INCLUDED AN OZ7G3CN ATOM IN THE PRESENCE OF A 
HETSROCSNEOUS CATAZiYTXC COMPOSITION 

The present invention relates to a novel 
process for the preparation of functionalized silicone 
oils comprising at least one hydrocarbon-comprising 
ring in which is included an oxygen atom. In 
particular, a subject-matter of the present invention 
is a process for hydrosilylation between 
polyorganohydrosiloxanes and unsaturated luiits 
conprising at least one hydrocarbon -comprising ring in 
which is included an o^Q^gen atom. 

Reactions between polyorganohydrosiloxanes 
and olefins or acetylenic hydrocarbons are very well- 
known. The polyorganohydrosiloxanes are, for example, 
of formulae: 

- Me3SiO-{MeHSiO)n-<Me2SiO)ni-SiMe3, in 
which n and m are integers or fractions 
such that 1 < n < 1000 and 0 < m < 1000; 

- Me2HSiO-(MeHSiO)o-{Me2SiO)p-SiHMe2/ in 
which o and p are integers or fractions 
such that 0 < o < 1000 and 0 < p < 1000. 

Numerous synthons can functionalize 
polyorganohydrosiloxanes; for example, alkenes, 



styrenes, allyl alcohols, allyloxy ethers or 
allylamines are used as synthons. 

These reactions are very corcimonly used for 
the synthesis of functionalized silicone oils and the 
oils obtained have applications in highly varied 
fields, such as antiadhesion or lubrication, 

Functionalized oils can in particular be 
prepared with l,2-epoxy-4-vinylcyclohexane synthons. By 
way of application, these functionalized silicone oils 
are subsequently thermally crosslinked in the presence 
of an acidic catalyst, such as hydrochloric acid or 
sulphuric acid, or photochemical ly crosslinked in the 
presence, for example, of a cationic photo initiator, 
for the preparation of antiadhesive films for paper 
and/or plastics. 

A very large number of catalytic compositions 
are used in hydrosilylation reactions. The most well- 
known catalytic compositions comprise metals, such as 
platinum, rhodium, cobalt or palladium. Specific 
examples of such catalytic compositions are platinxim 
halides and rhodium halides, for example HzPtClg, PtCl2, 
(RhCl5-xH20) , complexes of platinum with siloxanes 
having unsaturated groups, complexes of platinum with 
olefins and cationic complexes of platinum with 
nitriles as ligands, 

The catalytic compositions used in the 
hydrosilylation reaction are generally homogeneous 



catalytic compositions, i.e. the said compositions are 
dissolved in the reaction mixture. One of the most 
widely employed is the Karstedt catalytic composition 
disclosed in particular in Patent US 3,775,452; this 
Karscedc composition is composed of platinum complexes, 
the platinum having a formal and true degree of 
oxidation of zero (0) , with the formula! 



However, during the hydrosilylation reaction 
10 accor^^^ig to the processes of the prior art, 

isom ^^.zation reactions are observed, to varying 
degr ^s, within the unsaturated synthons, which 
req^. operating with a molar excess of synthon with 
^^ jpec^ to the polyorganohydrosiloxane in the reaction 
mixtur^' This proportionate excess of synthon leads to 
an additior^*^ cost in the industrial implementation of 
the proces^' would thus be desirable to reduce the 
necessary j^^^^Portion of synthon, which would be 
reflected hV ^ insignificant saving with regard to 

20 the process- 

2^ addition, the hydrosilylation processes of 

the prior art* very suited to 

hydros ilylativ?^ reactions between 

polyorganohydr^^siloxanes and synthons comprising a ring 
25 in which is in*-^^^^ an oxygen atom (epoxide, and the 



a 
ft] 



like) . The latter, during the devolatilization stage, 
has a tendency to open and to cause uncontrolled 
polymerization and crosslinking reactions (formation of 
gum and/or of resin) of the functionalized oils which 
5 are initiated by the presence of traces of the usual 
catalytic compositions, such as homogeneous catalytic 
compositions, which also catalyse the polymerization of 
rings including an oxygen atom. 

Furthermore, the functionalized silicone oils 

10 obtained from processes using homogeneous catalysis are 
generally coloured, of the order of 120 to 300 hazen 
units, which for this reason limits their fields of use 
which can be envisaged, in particular in the field of 
transparent antiadhesive films for paper or for 

15 transparent films (for example of polyester type) . This 
colouring is generally due to the presence, in the 
functionalized oils, of metal aggregates or of colloids 



with a nanometric size derived from the homogeneous 
catalytic compositions used in the hydrosilylation 



20 processes of the prior art. In these cases, the 
functionalized silicone oils require additional 
filtration and purification stages in order to be able 
to be useable after crosslinking in the field of 
transparent films; these additional stages make the 

25 industrial implementation expensive and thus of little 
viability economically. 

The Applicant Company has developed a novel 



process for the preparation of functional! 2 e<3 silicone 
oils by hydrosilylation which makes it possible to 
significantly reduce isoitierization reactions v/ithin the 
unsaturateij synthon and, furthermore, to very 
substantially reduce, during the devolatili2:ation 
stagey the opening of a ring including an oxygen atom 
present on the unsaturated synthon. 

The process employed makes it possible to 
obtain transparent and translucent functionalized 
silicone oils^ which makes it possible to use the 
silicone oils according to the invention in 
applications which require this property, without 
requiring additional filtration or purification stages • 

In particular, the silicone oils obtained 
from the process of the invention can be used after 
crossl inking in the field of inks, in the field of 
varnishes and in the field of coatings, in particular 
films, which are transparent and/ or antiadhesive, by 
applications to supports of highly varied natures; for 
example, papers, glasses, plastics and/or metals* 

In addition, the oils prepared are stable on 

storage. 

Furthermore, the oils obtained according to 
the invention are devoid of toxicity; this is because, 
due to employing a heterogeneous catalytic composition, 
virtually no metals are found in the said oils. 

According to the hydrosilylation process of 



the present invention^ the polyorganohydrosiloxane is 
reacted with different or identical synthons comprising 
a hydrocarbon-comprising ring in which is included at 
least one oxygen atom. This reaction is carried out in 
Che presence of a heterogeneous catalytic composition 
comprising a metal chosen from the group consisting of 
cobalt, rhodium, ruthenium, platinum, palladium and 
nickel deposited on an inert support. The metal of the 
catalytic composition is preferably platinum. 

The amount of metal present in the 
heterogeneous catalytic composition is between 0.005% 
and 5% with respect to the weight of the inert support. 
This amount of metal is also between 1 and 1000 ppm 
with respect to the weight of the 
polyorganohydrosiloxane . 

By definition, heterogeneous catalytic 
composition is understood to mean a catalytic 
composition, which can be solid or liquid, which is not 
dissolved in the reaction mixture, i*e, the reaction 
mixture comprises at least two phases, on© of which is 
formed by the catalytic composition. 

The metal is deposited on varied inert 
supports, such as carbon black, charcoal, alumina, 
treated or untreated silica, barium sulphate or 
crosslinked silicones- The particle size of the 
catalytic supports is advantageously greater than 
10 pin, in order to be able to be filtered well without 



3 



requiring filtration adjuvants. Thus, this particle 
size is such that it is possible to greatly reduce the 
filtration, time. 

The synthons comprise at least one 
5 hydrocarbon-comprising ring in which is included an 
oxygen atom and have the formula: 

■ (1) 



r 



\_ J 

b 



1 2 



(1) 



and/ or 



4^ in which: 

p 10 ■ the symbols W are identical or different 

5^ and correspond to a divalent 

hydrocarbon-comprising radical chosen 
from linear or branched alkylene 
radicals having from 1 to 12 carbon 
15 atoms, it being possible for one of the 

symbols W to be a free valency; 
■ the symbol Y corresponds to a free 

valency or a divalent radical chosen 
from linear or branched allcylene 
20 radicals having from 1 to 12 carbon 

atoms which can comprise a heteroatom, 



8 

preferably an oxygen atom; 
■ the symbol Ri corresponds to a hydrogen 
atom or monovalent hydrocarbon- 
comprising radical chosen from linear or 
branched alkyl radicals having from 1 to 
12 carbon atoms and preferably a 
hydrogen atom or a methyl radical; 



in which: 

M the symbols W are identical or different 
and correspond to a divalent 
hydrocarbon-comprising radical chosen 
from linear or branched alkylene 
radicals having from 1 to 12 carbon 
atoms, it being possible for one of the 
symbols W to be a free valency; 

■ the symbol Y corresponds to a free 

valency or a divalent radical chosen 
from linear or branched alkylene 
radicals having from 1 to 12 carbon 
atoms which can corr^rise a heteroatom. 



■ (2) 




(!t» 



preferably an oxygen atom; 

■ the symbol Ri corresponds to a hydrogen 
atom or monovalent hydrocarbon- 
comprising radical chosen from linear or 
branched al3cyl radicals having from 1 to 
12 carbon atoms and preferably a 
hydrogen atom or a methyl radical; 

■ (3) 




in which: 

■ the symbols W are identical or different 
and correspond to a divalent 
hydrocarbon- comprising radical chosen 
from linear or branched alkylene 
radicals having from 1 to 12 carbon 
atoms which can comprise at least one 
hydroxyl functional group, it being 
possible for one of the symbols W to be 
a free valency for (V) and it being 
possible for both symbols W 
simultaneously to be a free valency for 
(Vl) ; 
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■ the symbols W* are identical or 
different and correspond to a divalent 
hydrocarbon-comprising radical ciiosen 
from linear or branched alkylene 

5 radicals having from 1 to 12 carbon 

atoms, it being possible for at least 
one p£ the syttibols to be a free 
valency; 

■ the symbol Y corresponds to a free 
10 valency or a divalent radical chosen 

from linear or branched alkylene 
radicals having from 1 to 12 carbon 
atoms which can comprise a heteroatom, 
preferably an oxygen atom; 

15 ■ the symbol Rx corresponds to a hydrogen 

atom or monovalent hydrocarbon- 
comprising radical chosen from linear or 
branched allcyl radicals having from 1 to 
12 carbon atoms and preferably a 

20 hydrogen atom or a methyl radical; and 

■ (4) 




(VII) 

in which: 

■ the symbols W are identical or different 
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and correspond to a free valency or a 
divalent hydrocarbon-comprising radical 
chosen from linear or branched alkylene 
radicals having from 1 to 2 carbon 
atoms ; 

■ the syxnbol 2 corresponds to a divalent 
radical chosen from a carbon atom or a 
heteroatom. 



The hydrocarbon-con^rising ring in which is 
included the oxygen atom preferably comprises at most 8 
atoms in the said ring* Furthermore, the best results 
in agreement with the hydros i ly la t ion process of the 
invention are obtained with synthons which only 
comprise one hydrocarbon- comprising ring in which is 
included an oxygen atom. In particular ^ the synthons 
used which give good results (see examples below) have 
the formula: 
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The synthons which react with the 
polyorganohydrosiloxaiae are generally identical 
synthons. The polyorganohydrosiloxane/ synthons molar 
ratio is between 0-01 and 100, preferably between 0.1 
and 10. 

The polyorganohydrosiloxanes used in the 
processes according to the invention are very diverse 
in nature. These poiyorganohydrosiloxanes can be linear 
or cyclic and have the mean formulae: 
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a, 

B 
ry 



and/ or 



I- 

-SI- 

t 

8 



-si- 



(XVI) 



10 



15 



20 



(XVII) 



in which 
■ 



the symbols Ri are identical or different 
and correspond to a monovalent 
hydrocarbon-comprising radical chosen 
from the phenyl radical and linear or 
branched alkyl radicals having from 1 to 
6 carbon atoms, preferably 1 to 3 carbon 
atoms ; 

the symbols X are identical or different 
and correspond to a monovalent radical 
chosen from Ra, a hydrogen atom, a 
methoxy radical and an ethoxy radical; 
a and b are integers or fractions, such 
that: 

- Q < a < 200, preferably 0 < a < 99, 

- 0 < h < 200, preferably 1 <: b £ 100, 
and at least one of the two X groups 
corresponds to the hydrogen radical if 
b = 0, 

- 5 < a + b < 200, preferably 
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10 < a + b < 100; 
■ c and d are integers or fractions,, such 
that 

- 0 < c < 5^ preferably 0 < c < 3, 

- 1 < d < 10/ preferably 1 < d < 5, 
-3<a+b<10, preferably 

3 < a + b < 5. 
In the context of the invention, various 
types of heterogeneous catalytic coir^ositions can be 
used. 

Use may be made, as non-limiting examples, of 
platinum on charcoal or carbon black, such as the 
catalytic composition comprising 2,5% by weight of 
platinum deposited on the CECA 2S support developed by 
the coit^any Ceca> the SCAT 20 catalytic composition (1% 
Pt) from the company Engelhard or the 88 231 catalytic 
composition (1% Pt> from the company Heraeus, In this 
case, the platintom can be deposited on this type of 
support by deposition of chloroplatinic acid, followed 
by a neutralization and by a reduction. Likewise, the 
use of platiniim on aliunina, preferably of a type, such 
as the CAL 101 catalytic composition (0,3% Pt, SCS9 
support composed of a-alumina) sold by the company 
Procatalyse or the 88 823 catalytic composition from 
the company Heraeus (0-5% Pt on a-alximina) , gives good 
results. 

The process according to the invention can be 
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carried out, according to various alternative forms. In 
particular, it is possible to use a first 
implementation in which the combined reactants and 
catalytic composition are mixed in the reaction Kiixture 
5 (batch type) . The second implementation of the process 
according to the invention can be continuous with a 
stationary bed of heterogeneous catalytic composition 
over which pass the polyorganohydrosiloxane to be 
functionalized axid the synthon. This type of 
10 implementation is advantageous in the case where the 
size of the grains of the inert support of the 
catalytic composition is greater than lOO pm. 

In the context of its experimental tests * the 
Applicant C<Mt^any has developed an advantageous process 
15 in agreement with the first implementation. This 
process for hydrosilylation between a 
polyorganohydrosiloxane and an unsaturated synthon 
comprises the following stages: 

(a) an amount of S to 5000 ppm, preferaisly of 
20 10 to 100 ppm, of heterogeneous catalytic composition 

with respecc to the total mass of the reactants is 
introduced under an inert gas into the reaction 
mixture; 

(b) the synthon is introduced into the 
25 reaction mixture; 

(c) the said mixture is heated to a 
temperature of between 25«C and 200^C and preferably 



C3 
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between 50°C and 160*=>C; 

(d) the polyorganohydrosiloxane is 
subsec[uently introduced over a period of time of 
between 0 and 24 hours, preferably between 2.5 and 5 

5 hours, the synthon/silicone molar ratio being between 1 
and 1.10; 

(e) the reaction mass is svibsequently 
filtered in order to separate the heterogeneous 
catalytic composition and the functionalized silicone 

10 oil; and 

(f) the functionalized silicone oil is 
finally devolatilized. 

This advantageous process can be carried out 
in bulk, which means that the reaction between the 

15 polyorganohydrosiloxane and the synthon is carried out 
in the absence of solvent. However, numerous solvents, 
such as toluene, xylene, octamethyltetrasiloxane* 
cyclohexane or hexane, can be used. 

Furthermore, the molar amount of synthon 

20 poured in during the stage {b) is less than that which 
is used for a conventional process of the prior art. 
The synthon/polyorganohydrosiloxane molar ratio is 
advantageously between 1 and 1,05, without harming the 
quality of the functionalized oils obtained and the 

25 reaction yield. 

The filtration stage (e) makes it possible, 
if appropriate, to remove any remaining trace of 
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turbidity from the functionalized silicone oil 
obtained. Furthermore, the heterogeneous catalytic 
composition can be recovered and then again reused, 
without requiring regeneration, with or without 
washing, and without a substantial fall in activity 
with regard to its performance being recorded, 

I The functional ized silicone oils obtained in 
agreement with the invention and in particular 
according to the advantageous process developed are 
very stable and do not undergo changes during the 
devolatilization stage. Their viscosities are very 
substantially lower with respect to those of the oils 
obtained from the same reactants and according to the 
processes of the prior art, in particular those using 
homogeneous catalysts. 

For example, the viscosity of the oils of 
formula {XVIII ) functionali?;ed with l,2-epoxy-4- 
vinylcyclohexaue, obtained in agreement with our 
process, is of the order of 200 to 290 ztiPa-s, which 
reflects the absence of opening of the rings comprising 
an oxygen atom and thus the absence of polymerization 
reactions, including during the devolatili2ation, due 
to the opening of these rings. 

In addition, the viscosity of the oils 
obtained is stable on storage over a very long period 
of time, which means that no side reaction takes place 
in the said oils (no formation of gum and/or of resin 



IS 

over time) * 

Furthermore, the oils prepared in agreement 
with the processes according to the invention are 
virtually transparent, with zero colouring and zero 
turbidity. This absence of colouring is apparent in 
particular with the catalytic compositions with an 
inert support composed of carbon black. In the context 
of our invention^ zero colouring is understood to mean 
a colouring of less than 90 hazen units and preferably 
of less than 40 hazen units. A colouring Of between 40 
and 90 hazen units is observed solely in the case wher^ 
the synthons are themselves coloured at the beginning 
before the hydrosilylation; the colouring is in no case 
due to the implementation of the process of the 
invention* If the synthons are colourless before 
reaction, the oils prepared have a colouring of less 
than 40 hazen units, as regards the turbidity, the oils 
are nonturbid when their turbidity is less than 1 OTU 
and/or only exhibit minimum traces of turbidity- 

These oils also have a very low content of 
metal resulting from the catalytic composition, which 
very much limits the undesirable reactions which the 
metal could cause if its content were higher. For 
example, in the case of oils obtained according to the 
invention in the presence of a catalytic composition 
comprising in particular platinum, it is possible to 
mix the said oils with other molecules comprising =SiH 
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functional groups and molecules comprising unsaturated 
bonds without the risk of a further hydrosilylation 
reaction between these molecules. 

The level of epoxy quantitatively determined 
in the oils obtained according to the invention is very 
high and the level of epoxy quantitatively 
determined/theoretical epoxy level ratio is between 
0*95 and 1, this theoretical epoxy level corresponding 
to the level of sSiH quantitatively determined on the 
polyorganohydro$iXoxan6 before reaction* 

The silicone oils according to the invention, 
because of their properties, are thus employed as 
additive (for example, as diluent) or as main component 
(for example, as resin) in the preparation of 
crosslinkable compositions employed to prepare inks, 
varnishes and/or coatings which are transparent and 
colourless* These crosslinkable compositions generally 
comprise a photoinitiator and an organic and/or 
silicone resin with epoxy and/ or acrylate 
functionality; in addition, these compositions can 
comprise a diluent and/or a solvent. These compositions 
can be cross linked as the case may be, for example 
under U.V. radiation and/ or under an electron beam, 
EXAMPLES 

The examples below illustrate the preparation 
of functionalized silicone oils obtained according to 
the process of the present invention. 
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Examples 1 to 9 relate to the synthesis of 
silicone oils functionalized by l,2-epoxy-4- 
vinylcyclohexane synthons with a 
polyorganohydrosiloxane for which the number of 
5 milliequivalents of »SiH functional group is 128 per 
100 g of polyorganohydrosiloxane and which has the mean 
formula (XVlll) : 



Me+Sl- 



T 

Me 



70 



I 



Me 

1 

-Si- 
1 

Me 



"Me 



Examples 11 to 14 relate to the synthesis of 
10 silicone oils functionalized by l,2-epcxy-4- 
vinylcyclohexane synthons with a 

polyorganohydrosiloxane of mean formula (XVI) for which 
the values of X, a and b are specified in each example. 

Examples 1 to 3 relate to preparations 
15 according to the prior art and Examples 4 to 14 relate 
to preparations in agreement with the subject-matter of 
our invention. 

The reaction scheme is as follows: 
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•SI- 

I 



r 

r 

Me 
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Quantitative determination of the sSiH groups 
present on the functionalized oils obtained is carried 
out by gas analysis. The amount of H2 given off during 
5 the reaction between the functionalized silicone oil 
Q obtained and l-Jjutanol in the presence of potassium 

ri] Jiydroxide as catalyst (2 g of KOH in 50 ml of 

% 1-butanol) is measxired. 

s The colouring of the functionalized oils 

10 obtained is measured with the help of an LTMl liquid 
^ tester device from Dr, Lange using two beams for the 

measurement by transmission. 
^ The turbidity of the functionalized oils 

obtained is measured with the help of a Haack 
15 turbidimeter by light dispersion (measurement by 
ratio) • 

The platinum content in the functionalized 
oils obtained is measured by ICP-MS, 

The viscosity of the f\inctionalized oils 
20 obtained is measured with the help of a Brookfield 

device according to the dynamic method (by shearing} . 
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The quantitative determinaticri of the epoxy 
groups on the functional i zed oils obtained is measured 
with the help of a potentiometric device of 716 DMS 
Titrino type from Metrohm according to the method of 
I.M. Kolthoff and P,J. Elving (Treatise on Analytical 
Chemistry, Part XX, Vol, 14, p. 288)- 
Example l i 

6.07 \xl of Karstedt homogeneous catalytic 
composition comprising 11.6% Pt (11,6 ppm of Pt in the 
mixture) and 8.68 g (69-89 mmol, S% excess) of 1,2- 
epoxy-4-vinylcyclohexane were introduced under argon 
into a 100 ml three -necked flask equipped with a 
vertical stirrer, a reflux condenser, a thermometer and 
a septum. 

This mixture is heated to 90^C. 52 g 
(66,56 mmol) of polyorganohydrosiloxane of formula 
(XVIXI) are then run in over a period of 1 hour. 

After the reactant ha.s been run in, the 
degree of conversion of siH is 99.7%. 

After devolatilization at 90'=>C for 2 hours, a 
functionalized oil is recovered which has a viscosity 
of 930 mPa*s. 

The colouring of the oil is 240 hazen units 
and the platinum content is 11,6 ppm. 

The level of epoxy quantitatively 
determined/ theoretical epoxy level ratio is 0.91- 
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Example 2 ; 

6.07 \il of Karstedt homogeneous catalytic 
composition comprising 11,6% Pt {11.6 ppm of Pt in the 
mixture) and 8.68 g (69.89 mmol, 5% excess) of 1,2- 
epoxy-4-vinylcyclohexane were introduced under argon 
into a 100 ml three-necked flask equipped with a 
vertical stirrer, a reflux condenser, a thermometer and 
a septum. 

The mixture is heated to 90 52 g 
{66.56 mmol) of polyorganohydrosiloxane of formula 
(XVIII) are then run in over a period of 1 hour* 

After the reactant has been run in, the 
degree of conversion of SiH is 99,7%. 

Heating is continued for 3 hours. After 
filtration, the oil is devolatilized at 120^C for 2 
hours . 

The functionalized oil obtained is 
crosslinked and exists in solid form* 
Example 3 : 

175 mg of milled heterogeneous catalyst 
comprising 1% Pt on a support composed of TiOz^ 16.7 g 
of toluene and 2.5 g (20*2 mmol) of 1, 2*•epoxy-4- 
vinylcyclohexane were introduced under argon into a 
100 ml three-necked flask equipped with a vertical 
stirrer, a refliox condenser, a thermometer and a 
septum- 

The mixture is heated to 90°C. 15 g of 
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polyorganohydrosiloxane of formula (XVTII) are then run 
in over a period of 3 hours. 

After the reactant has been run in, the 
degree of conversion is 91.7%. 2 hours later, the 
degree is 96,6% and then reaches 97.4% 20 hours after 
the reactant has been run in. 

The reaction mixture is filtered on a 
Eurofiltec R3506 filter under a pressure of 3,5 X 
10^ Pa- 

The oil obtained is then devolatilized using 
a rotary evaporator at 100*^C under a vacuum of 2 x 
10^ Pa* 

A functionalized oil is recovered which is 
highly coloured, of the order of 2430 hazen units, 
which has a platinum content of 8.1 ppm and which has a 
viscosity of 1460 mPa s. The level of epoxy 
gaantitatively determined/calculated epoxy level ratio 
is 0.9K 
Example,^: 

3.89 g of non-milled heterogeneous catalytic 
composition of CAL 101 type (100 ppm of Ft in the 
mixture) and 16*7 g (0.134 mol^ 5% excess) of 1/2- 
epoxy-4-vinylcyclohexane were introduced under argon 
into a 250 ml three-necked flask equipped with a 
vertical stirrer, a reflux condenser, a thermometer and 
a septum. 

The mixture is heated to 90^*0, TOO g 
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(0,128 mol) of polyorganohydrosiloxane of formula 
(XVIIX) are then ruii in over a period of 3 hours. 

After the reactant has been rixn in, the 
degree of conversion of SiH is 98,6%. 2 hours after the 
reactant has been run in, the degree of conversion is 
100%, 

The reaction mass is filtered through 
sintered glass with a clarcel precoat* Devolatilization 
is carried out using a rotary evaporator at lOO^C under 
a vacuxam of 2 x 10^ Pa for 2 hours, 

A perfectly transparent functionalized oil is 
recovered (colouring of the order of 83 hazen units and 
no turbidity) ► The viscosity measured is 290 mPa s and 
the platinum content is 2,1 ppm- After storing for 3 
months (at room temperature and under nitrogen) , the 
viscosity is found to be identical - 

The level of epoxy quantitatively 
determined/calculated epoxy level ratio is 0.96, 

4, 668 g of heterogeneous catalytic 
composition comprising 2,5% Pt on a CECA 2S support 
(100 ppm of Pt) and 166,9 g (1,344 mol, 5% excess) of 
1 ,2-epoxy-4*vinylcycloh6xane were introduced under 
argon into a 2 litre three-necked f laslc equipped with a 
vertical stirrer, a reflux condenser, a thermometer and 
a septum* 

The mixture is heated to 90"*^ 1 kg 
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(1.28 mol) of polyorganohydrosiloxane of formula 
(XVIIl) is run in over a period of 3 hours* 

After the reactant has been run in, the 
degree of conversion of SiH is 96.4% and this reaches 
97.5% after 2 hours and then 99.7% after 5 hours. 

After filtration, devolatilization is carried 
out using a rotary evaporator at 100**C under a vacuum 
of 2 X 10^ Pa. 

A functionalized oil is recovered which has a 
viscosity of 300 mPa-s. After storing for 3 months (at 
room temperature and under nitrogen), the viscosity is 
found to be identical. 

The colouring is 45 hazen units and the 
platinum content is less than 0.16 ppm. The level of 
epoxy quantitatively determined/calculated epoxy level 
ratio is 0,96, No turbidity observed. 

All the washed; dried and recovered 
heterogeneous catalytic composition from Example 5 and 
16.7 g (0.1344 mol, 5% excess) of 1,2-epoxy-4- 
vinylcyclohexane were introduced under argon into a 
250 ml three-necked flask equipped with a vertical 
stirrer, a reflux condenser, a thermometer and a 
septum. 

The mixture is heated to 90*C. 100 g 
(0.128 mol) of polyorganohydrosiloxane of formula 
(XVIII) are run in over a period of 3 hours. 
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After the reactant has been, run in, the 
degree of conversion of SiH is 87.0%. 2 hours after the 
reactant has been run in, the degree reaches 94.6%, 
then 95% 8 hours after and 96.2% 24 hours after. 

The reaction mass is filtered through 
sintered glass with a clarcel precoat, Devolatilization 
is carried out using a rotary evaporator at 100*C under 
a vacuum of 2 x 10^ Pa for 2 hours. 

A functionalized oil is recovered which has a 
viscosity of 270 mPa-s. After storing for 3 months (at 
room temperature and under nitrogen) , the viscosity is 
found to be identical. 

The colouring is 35 hazen units and the 
platinum content is' less than 0»15 ppm. 

The level of epoxy quantitatively 
determined/calculated epoxy level ratio is 0,92. 

Turbidity is not observed. 

0.360 g of heterogeneous catalytic 
composition comprising 2-5% Pt on a CECA 2S support and 
13.9 g (0,112 mol, 5% excess) of 1 ,2''epoxy-4- 
vinylcyclohexane were introduced under argon into a 
100 ml three-necked flask equipped with a vertical 
stirrer, a reflux condenser, a thermometer and a 
septum- The mixture is heated to 90^C. 90 g 
(0.107 eq.) of polyorganohydrosiloxane of formula 



28 

(XVIII) are run in over a period of 3 hours . 

After the reactant has been run in, the 
degree of conversion of SiH is 90-3% and this reaches 
99,1% 8 hours later - 

After filtration r devolatilization is carried 
out at 120*C under a vacuum of 2 x 10^ Pa for 2 hours* 

A functionalized oil is recovered which has a 
viscosity of 320 mPa-s, After storing for 3 months (at 
room temperature and under nitrogen) , the viscosity is 
found to be identical. 

The colouring is 25 hazen units and the 
platinum content is less than 0-17 ppm. 

The level of epoxy quantitatively 
deteriftined/ calculated epoxy level ratio is 0,96. 

No turbidity observed* 

K^^ample 8: 

0.233 g of heterogeneous catalytic 
composition (5% Pt on a support composed of barium 
sulphate) from the company Heraeus (100 ppm of Pt in 
the mixture) and 16,7 g (0.1344 mol, 5% excess) of 1,2- 
epoxy-4-vinylcyclohexane were introduced \ander argon 
into a 250 ml three-necked flask equipped with a 
vertical stirrer^ a reflux condenser^ a thermometer and 
a septum - 

The mixture is heated to 90 *C. 100 g 
(0-128 mol) of polyorganohydrosiloxane of formula 
(XVIII) are then run in over a period of 3 hours. 
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After the reactant has been run in^ the 
degree of conversion of SiH is 63.3%. 2 hour 5 after the 
reactant has been run in, this degree reaches 9U4% and 
93,8% 5 hours after the reactant has been run in. 24 
hours after, the degree of conversion is 93.1%* 

Devolatilization is carried out using a 
rotary evaporator at 100*C under a pressure of 2 x 
10^ Pa for 2 hours - 

A functionalized oil is recovered which has a 
viscosity of 280 mPa-s* After storing for 3 months (at 
room temperature and under nitrogen) , the viscosity is 
found to be identical- 

The colouring is S7 hazeA units and the 
platinum content is less than 4.5 ppm. 

The level of epoxy quantitatively 
determined/calculated epoxy level ratio is 0»96,. 

No turbidity observed - 

Examp;e 

7,78 g of unmilled heterogeneous catalytic 
composition of CAL 101 type (100 ppm of Pt in the 
mixture) are introduced into a u-shaped tube equipped 
with a thermometer and flushing is carried out with 
argon, 

33.4 g of 1 ,2-epoxy-4-vinylcyclohexane 
(0.2688 mol, 5% excess) are introduced into a 500 ml 
three-necked flask connected to the U-shaped tiobe. The 
1 ,2-epoxy-4"-vinylcyclohexane passes into the U-shaped 
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tube containing the catalytic composition (peristaltic 
pump with rate = 100 ml/min) and then returns to the 
round-bottomed flask. 

The reaction mixture is heated to 90""^ 200 g 
of polyorganohydrosiloxane of formula (xviii) are then 
run into the three-necked flask over a period of 3 
hours. The polyorganohydrosiloxane and 1 /2-epoxy-'4- 
vinylcyclohexane mixture is subsequently passed over 
the catalytic composition. 

After the reactant has been run in, the 
degree of conversion of the SiH units is 94.8% and, 2 
hours after this, the degree reaches 98,4% to 
ultimately reach 100%. 

The reaction mixture is filtered through 
sintered glass with a clarcel precoat* Devolatilization 
is carried out using a rotary evaporator at lOO^'C under 
a vacuum of 2 x 10^ Pa for 2 hours. 

A functionalized oil is recovered which has a 
viscosity of 280 mPa-s. After storing for 3 months (at 
room temperature and under nitrogen) , the viscosity is 
found to be identical- 

The colouring is 114 hazen units and the 
platinum content is 2,9 ppm«. 

The level of epoxy quantitatively 
determined/ calculated epoxy level ratio is 0,97, 
No turbidity observed. 

The catalytic composition is recovered and 
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washed with toluene as soon as the reaction is complete 
(8 h after the reactant has begun to be run in) and 
then it is dried with a stream of argon, 
ExgtfnPlft 10; 

5 All the washed and dried heterogeneous 

catalytic composition of CAL 101 type recovered from 
Example 9 is introduced into a U-shaped tube equipped 
with a thermometer and then the assembly is conditioned 
under argon, 

''0 33-4 g of 1 /2-epoxy"4-vinylcyclohexane 

■k 

(0*2688 mol, 5% excess) are charged to a 500 ml three- 
necked flask. The 1 /2'-epoxy-4-vinylcyclohexane is 
passed over the catalytic composition contained in the 
U-shaped tube and then returns to the round--bottomed 
15 flask (under the action of a peristaltic pump with rate 
= 100 ml/min) . 

The reaction mixture is heated to 90**C. 200 g 
of polyorganohydrosiloxane of formula {XVIII) are 
subsequently r\m in over a period of 3 hours. The 
20 mixture of polyorganohydrosiloxane of formula (XVTII) 
and of 1 ,2-epoxy-4-vinylcyclohexane is subsequently 
passed over the catalytic composition (under the action 
of a pump) * 

After the reactant has been run in, the 
25 degree of conversion of the Siii units is 92.4%, 2 hours 
after this operation of running in the reactant has 
finished, the degree of conversion is 94,1% and then, 8 
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hours after, this level reaches 95»4%- 

The reaction mass is filtered through 
sintered glass with a clarcel precoat, Devolatilizatioa 
is carried out using a rotary evaporator at 100*'C under 
a pressure of 2 x 10^ Pa for 2 hours. 

A ftinctionalized oil is recovered which has a 
viscosity of 270 mPa-s. After storing for 3 months (at 
room temperature and under nitrogen) , the viscosity is 
found to be identical- 

The modified silicone oil obtained is 
transparent; its colouring is 83 hazen units and the 
platinum content is 2,1 ppm. 

The level of epoxy quantitatively 
determined/ calculated epoxy level ratio is 0.92. 

No turbidity observed, 
Examplf^ 11: 

2-045 g of heterogeneous catalytic 
Goiriposition comprising 3% Pt on a dried black charcoal 
support, with the commercial reference 7075 from 
Engelhard, and 13.46 g (0.108 mol, 5% excess} of 1,2-^ 
epoxy-4~vinylcyclohexane were introduced under argon 
into a two litre four-necked flask equipped with a 
vertical stirrer, a reflux condenser, a thermometer and 
a septum cap. 

The mixture is heated to lOO^C, 600 g 
(0*103 eq.) of polyorganohydrosiloxane of formula 
(XVI) , in which X = CH3, a = 225 and b = 2, are run in 
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over a period of 2 hours. 

After the react ant has been run in, the 
degree of conversion of SiH is 64,5%. After 23 hours,, 
it is 83.3%, After heating to 120**C, the degree of 
5 conversion of Sifi is 100% after 5 days. 

After filtration, devolatilization is carried 
out at 120^0 under a vacuum of 1 x 10^ Pa for 5 hoxxrs, 

A functionalized oil is recovered which has a 
viscosity of 610 mPa-s. This viscosity is foxrnd to be 
10 unchanged after storing for three months at rooia 
temperature under nitrogen^ 

The colouring is 30 hazen units and the 
platinum content is less than 0.11 ppm. 

Turbidity is not observed, 
15 ExamplA 19.; 

2,55 g of heterogeneous catalytic composition 
comprising 2.5% Pt on a CECA 2S support comprising 52% 
by mass of water and 2049 g (16,5 mol, 10% excess) of 
1 ,2-epoxy^4-vinylcyclohexane were introduced under 
20 argon into a 3.5 litre reactor equipped with a vertical 
stirrer, a reflux condenser, a dip pipe, a thermometer 
and a septum cap* 

The mixture is heated to 110'C. 1007 g 
(15 eq.) of polyorganohydrosiloxane of formula (XVI), 
25 in which X = H, a ^ 1 and b ^ 0, are run in over a 
period of five hours via the dip pipe. 

After the reactant has been run in, the 
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degree of conversion of SiK is 99* 98%, 

After filtration/ devolatilization is carried 
out at 120*C under a vacuum of less than 1 x 10^ Pa for 
10 h- 

A fuACtionalized oil is recovered which has a 
viscosity of 51,3 mPa-s, This viscosity is unchanged 
after storing for three months at room temperature 
under nitrogen - 

The colouring is 30 hazen units and the 
platinum content is less than Q.n ppm. 

Turbidity is not observed (0.2 OTU) * 

3 ♦74 g of heterogeneous catalytic composition 
Comprising 2-5% Pt on a dried CECA 2S support and 
433, 8S g (3.8 mcl, 5% excess) of allyl glycidyl ether 
were introduced under argon into a two litre four- 
necked flask equipped with a vertical stirrer, a reflux 
condenser, a thermometer and a septum cap. 

The mixture is heated to 130*C- 500 g 
(3,62 eq*) of polyorganohydrosiloxane of formula (XVI), 
in which X = H, a 9 and b = 4.5, are run in over a 
period of 5 hours- 

After the react ant has been run in, the 
degree of conversion of SiH is 92.7%* After 10 hours, 
it is 99.8%. 

After filtration, devolatili8ation is carried 
out at 120*^0 under a vacuum of 1 x 10^ Pa for 5 hours. 



35 

A functicnaii^ed oil is recovered which has a 
viscosity of 62 mPa-s. This viscosity is unchanged 
after storing for three months at room temperature 
under nitrogen. 
5 The colouring is 25 hazen -units and the 

platinxim content is less than 0,18 ppm. 

Turbidity is not observed* 

3,06 g of heterogeneous catalytic composition 
10 comprising 3% Pt on a dried black charcoal support, of 
reference 7075 from the company Engelhard, 20 g of 
p-xylene and 6.74 g (41 mmol, 10% excess) of nadic 
anhydride were introduced under argon into a 100 mi 
four -necked flask equipped with a vertical stirrer, a 
IS reflux condenser, a thermometer and a septum cap. 

The mixture is heated to 120°C- 10 g 
(37.3 meq.) of polyorganohydrosiloxane of formula 
(XVI), in which X - CH3, a = 9.1 and b = 4, are run in 
over a period of two hours. 

After 24 hours, the degree of conversion is 
41.7% and then 92.4% after 72 hours, 98-9% after 96 
hours and 99,7% after 120 hours. 

After filtration, devolatilization is carried 
out, after a temperature rise over two hours, at 120*C 
25 under a vacuum of 1 x 10^ Pa for 5 hours. 

A colourless functionalised oil is recovered- 
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CLAIMS 



1, Process for the preparation of a 
nonturbid functionalized silicone oil of stable 
5 viscosity by hydrosilylation of a _ 

polyorganohydrosiloxane with synthons, characterized in 
that: 

(1) the synthons hydrosilylated with the 
polyorganohydrosiloxane are different or identical, 

10 comprising at least one hydrocarbon-comprising ring in 
which is included at least one oxygen atom, 

(2) the said hydrosilylation reaction is carried out in 
the presence o£ a heterogeneous catalytic composition 
comprising a metal chosen from the group consisting of 

15 cobalt, rhodium, ruthenium, platinum and nickel 

•deposited on an inert support, the said inert support 
being selected from the group consisting of carbon 
black, charcoal, alumina, silicate and barium oxide, 
and 

20 (3) the polyorganohydrosiloxane is linear or cyclic and 
has the mean formulae; 



K 

-si — X 
I 



(XVI) 



and/ or 
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11— 0- 



(XVW) 

in which: 

■ the symbols are identical or different 
and correspond to a monovalent 
hydrocarbon -comprising radical chosen 
from the phenyl radical and linear or 
branched alkyl radicals having from 1 to 
6 carbon atoms, preferably 1 to 3 carbon 
atoms; 

■ the symbols X are identical or different 
and correspond to a monovalent radical 
chosen from Ri^ a hydrogen atom, a 
methoxy radical and an ethoxy radical; 

M a and b are integers or fractions, such 
that: 

0 < a < 200, preferably 0 < a < 99, 

- 0 < h < 200, preferably 1 < b < 100, 

- and at least one of the two X groups 
corresponds to the hydrogen radical if 
b = 0, 

- 5 < a + b < 200, preferably 
10 < a + b < 100; 

■ c and d are integers or fractions, such 
that: 

- 0 < c < 5, preferably 0 < c < 3, 



- 1 < d < IQr preferably 1 < d < 5, 
-3<a+b<10, preferably 
3 < a + b <; 5. 
2 , Preparation process according to claim 
S 1, characterized in that the functionalized oils 

obtained are colourless and prepared in the presence of 
a catalytic coinposition according to claim 1/ the inert 
support for which is carbon black. 

3 . Process according to claim 1 or 2 , 
10 characterized in that the synthons comprise at least 
one hydrocarbon-comprising ring in which is included an 
oxygen atom, the synthons having the formula: 



■ (1) 




00 



in which: 

15 ■ the symbols W are identical or different 

and correspond to a divalent 
hydrocarbon-comprising radical chosen 
from linear or branched alkylene 
radicals having from 1 to 12 carbon 

20 atoms, it being possible for one of the 

symbols W to be a free valency; 



■ the symbol Y corresponds to a free 

valency or a divalent radical chosen 
from linear or branched alkylene 
radicals having from 1 to 12 carbon 
atoms which can comprise a heteroatom, 
preferably an oxygen atom; 

• the symbol Ri corresponds to a hydrogen 
atom or monovalent hydrocarbon- 
comprising radical chosen from linear or 
branched alkyl radicals having from 1 to 
12 carbon atoms and preferably a 
hydrogen atom or a methyl radical; 



■ (2) 




in which: 

■ the symbols W are identical or different 
and correspond to a divalent 
hydrocarbon-comprising radical chosen 
from linear or branched alkylene 
radicals having from 1 to 12 carbon 
atoms, ic being possible for one of the 
symbols w to be a free valency; 
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the symbol Y corresponds to a free 
valency or a divalent radical chosen 
from linear or branched alkylene 
radicals having from 1 to 12 carbon 
atoms which can comprise a heteroacom, 
preferably an oxygen atom; 
the symbol corresponds to a hydrogen 
atom or monovalent hydrocarbon- 
comprising radical chosen from linear or 
branched alkyl radicals having from 1 to 
12 carbon atoms and preferably a 
hydrogen atom or a methyl radical; 



■ (3) 




in which: 



the symbols W are identical or different 
and correspond to a divalent 
hydrocarbon-comprising radical chosen 
from linear or branched alkylene 
radicals having from 1 to 12 carbon 
atoms which can comprise at least one 
hydroxyl functional group, it being 
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possible for one of the symbols W to be 
a free valency for (V) and it being 
possible for both symbols W 
simultaneously to be a free valency for 
(VI) ; 

the symbols W are identical or 
different and correspond to a divalent 
hydrocarbon-comprising radical chosen 
from linear or branched alkylene 
radicals having from 1 to 12 carbon 
atoms, it being possible for at least 
one of the symbols W« to be a free 
valency; 

the symbol Y corresponds to k free 
valency or a divalent radical chosen 
from linear or branched alkylene 
radicals having from 1 to 12 carbon 
atoms which can comprise a heteroatom, 
preferably an oxygen atom; 
the symbol Ri corresponds to a hydrogen 
atom or monovalent hydrocarbon- 
comprising radical chosen from linear or 
branched alkyl radicals having from 1 to 
12 carbon atoms and preferably a 
hydrogen atom or a methyl radical; and 
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■ (4) 




in which: 

■ the syinbols W are identical or different 
and correspond to a free valency or a 
divalent hydrocarbon-comprising radical 
chosen from linear or branched alkylene 
radicals having from 1 to 2 carbon 
atoms; 

■ the symbol Z corresponds to a divalent 
radical chosen from a carbon atom or a 
heteroatom. 

4- Process according to claim 3, 
characterized in that the hydrocarbon- comprising ring 
of the synthons comprises at most 8 atoms in the said 
ring, 

5. Process according to either one of 
Claims 3 and 4, characterized in that the synthons 
comprise a hydrocarbon-comprising ring in which is 
included an oxygen atom. 

6. Process according to any one of claims 
3, 4 and 5, characterised in that the synthon has the 
formula; 
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7 , Process according to any one of claims 3 
to 6, characterized in that the synthons which react 
with the polyorganohydrosiloxane are identical 
synthons . 

8, Process according to any one of claims 1 
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to 7, characterized in that the polyorganohydro* 
siloxane/synthons molar ratio is between 0,01 and 100, 
preferably between 0.1 and 10. 

9. Process according to either one of 
claims 1 and 2, characterized in that the amount of 
metal is between 0.1% and 5% with respect to the weight 
of the inert support* 

10. Process according to either one of 
claims 1 and 2-, characterized in that the amount of 
metal in the catalytic composition is between 1 and 
1000 ppm with respect to the weight of the 
polyorganohydrosiloxane • 

11* Process according to either one of 
claims 1 and 2, characterized in that the metal- of the 
catalytic composition is platinum- 

12. Process according to any one of the 
preceding claims, characterized in that the polyorgano- 
hydrosiloxane and the synthon pass over or through a 
stationary bed of the catalytic composition - 

13* Silicone oil comprising synthons 
comprising a hydrocarbon-comprising ring in which is 
included an oxygen atom, which can be obtained by the 
process according to any one of claims 1 to 12. 

14, Silicone oil comprising synthons 
comprising at least one epoxide, which can be obtained 
by the process according to any one of claims 1 to 12 , 

15. Silicone oil comprising synthons of 
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formula (IX), which can be obtained by the process 
according to any one of claims 1 to 12. 

16. Use of the silicone oils according to 
any one of claims 13, 14 and 15 in the preparation of 
antiadhesion products for paper/ glass, plastic and/or 
metal . 

17. ^Use of the silicone oils according to 
any one of claims 13, 14 and 15 in the preparation of 
varnishes, inks and/ or coatings. 

18. Process according to any one of claims 1 
to 12, characterized in that it comprises the following 
stages : 

(a) an amount of 5 to 5000 ppm, preferably of 10 to 
100 ppm, of heterogeneous catalytic composition 
with respect to the total mass of the reactants is 
introduced under an inert gas into the reaction 
mixture ; 

■ (b) the synthon is introduced into the reaction 
mixture ; 

{c) the said mixture is heated to a temperature of 

between 2S^C and 200^C and preferably between 50^C 
and 160*=>C; 

(d) the polyorganohydrosiloxane is subsequently 

introduced over a period of time of between Q and 
24 hours, preferably between 2,5 and 5 hours, the 
synthon/polyorganohydrosiloxane molar ratio being 
between 1 and 1.10; 
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(e) the reaction mass is siibsequently filtered in 
order to separate the heterogeneous catalytic 
composition and the functionalized silicone oil; 
and 

5 (f) the functional-i2ed silicone oil is finally 
devolatilized, 

19, Process according to claim 18, 
characterized in that the polyorganohydrosiloxane and 
the synthon react in the reaction mixture in the 

10 absence of solvent, 

20, Use of a supported heterogeneous 
catalytic composition in the preparation of 
functionalized silicone oils which are stable and 
nonturbid, characterized in that the heterogeneous 

15 catalytic composition comprises a metal chosen from the 
group consisting of cobalt, rhodium, ruthenium, 
platinum and nickel deposited on an inert support, the 
said inert support being selected from the group 
consisting of carbon black, charcoal, alumina, silicate 

20 and barixim oxide and preferably carbon black, 

21, Use according to claim 20 in the 
preparation of functionalized silicone oils which are 
stable, non-coloured and nonturbid, characterized in 
that the inert support of the heterogeneous catalytic 

25 composition is carbon black. 
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